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is stated to be 4 to 5 tons if the concentrate is iron pyrite, and 3 to d- tons if it consists of galena and blende.
The Wilfley Table is shown in Fig. 128,   It consists of a smooth shaking
Fig. 128.    Tho WiKley Table.
surface, of which Fig. 120 is a diagrammatic plan. The light, worthless material is washed down sideways towards F(* by a, flowing sheet of water, while the heavy concentrate is thrown towards the upper end, (J (<-, against gravity by a longitudinal jerking ac.tion. Tlic pulp IN supplied from the wooden feed box, A B, 5 feet Ik inches long, through a number of Hinali holes. Clear water is .supplied from the trough, B (1, which i.s 9 feet 10i inches
Fitf. 129,—"Diagrammalic Vim of WilHcy Table.
long, also through small holes. A sheet of linoleum is tucked down ovcr'tho whole table and is fully exposed at D. A number (usually 4<>) of woodea riffles shown at E are placed on the top of the linoleum and are nailed down. is fine enough to pass a 30- or dO-mesli screen. If particles coarser than this are present they are removed by classifiers.
